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part of the freezing.   When the point " K" is reached the mother

metal readjusts itself by freezing out an excess substance, and
from then on concentrates toward the lowest binary eutectic,
which is one of the eutectics found in the solid alloy. In these
cases no ternary eutectic is found, but the frozen alloy may con-
tain two binary eutectics aside from the " excess substance."